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(54) A method for reducing yellowness in coating compositions 



(57) A method for reducing yellowness in dried coat- 
ing compositions Is disclosed. The method comprises 
adding at least two dyes to the composition. The method 
is useful for reducing yellowness In a variety of aqueous 
and solvent based coatings, such as, for example, 



caulks, sealants, paints, roof coatings, floor polishes, 
wall coatings, especklly clear or white pigmented coat- 
ings. In addition, the method can be used to reduce yel- 
lowness in liquid compositions. 
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Deo riptlon 



This invention concerns a method lor reducing yellowness in c ating compositions. The invention partaubrly con- 
cerns a method for reducing yellowness in coating compositions which are clear or white pigmented, 
s Formulated coating compositions based on p lymeric binders often contain ingredients, such as, for example, de- 

toamers, mildewcides and preservatives, which can produce a yellow colour when the coating compositions aredneo. 
in addition, the polymeric binders In the coating compositions can contain Impurities and by-products associated with 
the polymerization process which can produce a yellow colour when the coating compositions are dned. The presence 
of a yellow colour In dried coating compositions which are required to be non-yellow, such as, for example, clear or 
10 white is aesthetically undesirable. 

A yellow colour can also be present In liquid compositions which are supposed to be clear or non-yellow. The liquid 
compositions can include coatings, such as, for example, wood coatings and floor polishes, cleaners, personal care 
products, such as. for example and shampoos. The presence of a yellow colour in such products is aestheljcally unde- 
sirable There Is a growing marketing trend towards clear products, such as, lor example, clear dishwashing lotions, 
is dear sodas, clear shampoos and clear deodorants, since the appearance of such products appeals to customers. A 
clear floor polish In a clear bottle, for example, Is visually appealing to the customer. 

Msand sealants are used in construction uses and home repair to fill and seal bu.H.ng materials. Caulksprevent 
the incursion of alrandfor moisture in relatively static joints, whereas sealants provide the same protection in Joints which 
may show greater movement The basic components and formulating procedures for latex cau to and latex sealants 
are very similar, latex caulks and latex sealants, hereinafter, will collectively be referred to as thick film constructs 
compounds (TFCCs-) for simplicity. In general, TFCCs are applied such that the dried film has a thickness of greater 

than about 50 thousandths of an inch. 

TFCCs can be clear or pigmented. Clear TFCCs do not contain pigments and can be transparent or translucent. A 
translucent TFCC has some noticeable haze in the dried bead and does not look truly transparent. This haze ^commonly 
caused by fine particles which are added to the TFCCfor thickening or reWorcing purposes. Pigmented TFCCs contain 

P '^ae?r TOCs^fbeen used increasingly over the past fifteen years because they are an alternative to colour 
matched TFCCs and they allow the colour and texture of the substrate to show through. TheseTFCCs do not draw the 
eve's attention away from the appearance of natural substrates, such as, lor example, unpamted wood, stone and bnck. 

only do latex binders containing copolymers of monomers such as acrylonftrile or vinyl acetate produce a yeltowcotour 
in L clear TFCC, but many typical ingredients in the clear TFCC formulation, such as, for example m,ldewc.des, 
defoamers. thickeners, and neutralizing agents can also produce a yellow colour in the TFCC when dried. 
^eltowcolourcanbeintroducedintoaTFCC by using cc^^^ 
38 yellow colour. In order to obtain white pigmented TFCCs which do not have a yellow appearance when drted, TFCC 
manufacturers must formulate TFCCs with latex binders and fillers which are not yellow when cured or dried. This 
precludes the use of latex binders containing copolymers of monomers such as acrytanitnle or vmyl acetate .n P'9™nted 
TFCCs which are required to be white, with no yellow colouration. Titanium dioxide (TlOg) pigment is useful for providing 
a very white appearance in pigmented TFCCs. However, titanium dioxide isa much more expensive pigment compared 
40 to other commonly used pigments and extenders, such as, tor example, calcium carbonate^ clay and ' ™ca-f urther, 
IT™™* Slnium dioxide may be needed in the pigmented TFCC fom^fion to obtain the de^rab e White 
appearance, such as. for example. 10to20 dry pounds of TO 2 per 100 gallons of TFCC. Therefore^ use of trtamum 
dioxide in white pigmented TFCCs is limited by its high cost compared to other pigmenls and extenders. 

The pZnce 01 a yellow colour in either a white pigmented TFCC or a clear TFCC when dnedjs aesthete 
45 undesirable. Aside from the use of expensive TiC^ pigment in pigmented TFCCs. there are few methods to reduce or 
elimLetteyellowcotourir^ 

tetoadd optkL brighteners. By -off-colour pigmemedTFC^ we meaa that the TFCC d^ 
appearance for the particular use and is yellow when dried. This method has disadvantages because the light source 
can significantly affect the efficacy of the optical brightener. andtherefore affect the appearance of the pigmented TFCC 
so rTamtheTrcCmaylcokbrig^ 

6Unl The present invention is concerned with the problem of reducing yellowness In coating compositions, In particular, 

coating compositions which are clear or white pigmented. , oh . 

in accordance with the present invention ttiere Is provided a method for reducing yellow colour in a composition, 

55 comprising adding at least two dyes to the composition. 

m accordance with thepresent invention there is also provided a composition having reduced yellowness, the conv 

position being prepared by the above mentioned method. . 

In a preferred embodiment of this invention, the coating compositions include both clear and white pigmented com- 
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positions. Th compositions may be latex caulks or latex sealanls. A sealant is similar t a caulk except that a sealant 
composition is designed to withstand movement of the substrate to which the sealant has been applied without causing 
cracking, loss of adhesion or other performance failures. 

Latex binders containing copolymers of monomers such as acrylonitrlle or vinyl acetate are commonly used in 

s pigmented TFCCs but are not uselul in a clear TFCC because they can impart an undesirable yellow colour to th dried 
TFCC. This Invention allows the production of clear TFCCs having reduced yellowness. The TFCCs ot this invention 
can be formulated with latex binders containing copolymers of monomers such as acrylonitrlle or vinyl acetate, or any 
impurities, by-products, or formulation ingredients which have a tendency to cause a yellow colour. This invention also 
allows for the production ol white pigmented TFCCs which are required to have a non-yellow appearance without the 

to addition of extra T0 2 . A lurther advantage of this invention is that latex binders containing copolymers of monomers 
such as acrylonitrlle or vinyl acetate can be used In both In clear TFCCs and pigmented TFCCs, thus reducing the TFCC 
manufacturer's inventory and storage requirements. 

This invention allows for the formulation of coatings with latex binders containing copolymers of acrylonitrile which 
are not yellow when dried. The amount of acrytontthle in a latex binder which will produce a yellow colour In a dried 

is coating depends on the dried film thickness of the coating, which in turn is determined by the particular application. The 
thicker the dried coaling, the more noticeable the yellow colour. A latex binder containing a copolymer with 2.0% acry- 
lonitrile by weight, for example, might not cause a yellowing problem in a floor polish ol less than 1/10 mil (mil = one 
thousandth of an Inch) dried film thickness but could produce a yellow colour in a TFCC of 200 mil dried film thickness. 
A latex binder containing a copolymer with a relatively high amount of acrylonitrile, such as, for example, 10.0% by 

so weight or greater, could produce a yelbw colour even in thin films, such as, for example, a paint with a 1 to 2 mil dried 
film thickness. 

A dye is a chemical compound which, when added to a composition or formulation, changes the colour of the 
compound or formulation by transmitting light in one or more regions of the visible spectrum. Dyes are commonly used 
in the preparation of coloured compositions such as plastics and other translucent materials. Suitable dyes for imparting 

as cobu r to such compositions are well known to those skilled in the art. As used herein, and in the appended claims, 'red 
dye" is a dye which appears red to the observer and generally has a peak transmission of visible light in the range of 
from 640 to 700 nanometers. As used herein, and in the appended claims, "blue dye" is a dye which appears blue to 
the observer and generally has a peak transmission of visible light in the range of from 440 to 500 nanometers. 

This invention is directed to the addition of at least two dyes to a coating composition which, without the dyes, has 

30 an undesirable yellow colour when dried. It is understood thai a dye may be prepared or sold as a blend of at least two 
dyes; such a dye Is considered to be 'at least two dyes* tor the purposes of the present Invention. The addition of at 
least two dyes to the coating composition reduces the yellow colour of the coating composition when dried In a preferred 
embodiment ot this Invention, a first dye and a second dye are added to the coating composition. The naming of the 
"first 1 dye and 'second' dye is meant for convenience and doss not denote order of addition of the dyes. It is preferable 

& that the first dye is a blue dye and the second dye is a red dye. When the first dye and the second dye are added to the 
coating composition, the resulting colour combination of yellow with the first and second dyes, reduces or eliminates 
the yellow coloured hue in the coating composition when dried. The use of the first dye and the second dye in a clear 
TFCC formulation, for example, eliminates the yellow colour in the dried TFCC. The TFCC remains clear but may have 
a slightly darkened appearance when applied over white substrates. The use of the first dye and the second dye in a 

40 white pigmented TFCC formulation eliminates the yellow colour in the white pigmented TFCC when dried and gives the 
dried TFCC a much whiter appearance relative to the same pigmented TFCC formulation without the dyes. 

Since the yellow colour is usually present in the coating composition at very low intensities, only small amounts of 
the first and second dyes need be added to the coating composition. When the proper levels of dyes are used in the 
coating composition formulation, colour hue will be eliminated in the dried coating composition and a small amount of 

45 composite black will be formed. The addition of only the blue dye to the yellow coating composition creates a green hue, 
while the addition of only the red dye to the yellow coating composition produces an orange hue. This invention is useful 
tor reducing or eliminating any level of yellow colour in a dried coating composition. The only limitation is the amount of 
darkening caused by the composite black which can be tolerated for a particular use and property. 

It is preferred that the first dye and the second dye are added to the white pigmented or clear TFCC formulation at 

so a total dye concent ratbn of from 1 .0 parts per million (ppm), to 1 5.0 ppm, based on total TFCC non-volatile content. By 
■total TFCC non-volatile content", we mean the ingredients of a TFCC formulation which, after drying, are left behind 
and constitute the dry film. The preferred concentration of the dyes is from 0.5 to 10.0 ppm for the first dye, and from 
0.5 to 5.0 ppm for the second dye, based on total TFCC non-volatile content The amounts ol the dyes required to be 
added to the TFCC formulation depends on the degree of yellow colour which is present in the dried TFCC and Is desired 

ss to be reduced. 

It is preferred that the dyes used in this invention are durabla By "durable 8 , we mean that the dyes should not fade 
or teach out of the coating composition under normal use conditions. It Is also preferred that the dyes are compatible 
with the materials rt the coating composition. Dyes, such as, for example, anlhraquinones, substituted anthraquinones, 
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and substituted phthalocyanines are useful dyes for this invention. In a preferred embodiment of this invention, useful 
dyes Include AMAPLAST® Red AAP dye (AMAPLAST® is a registered trademark of Colour-Chem. International Corp.) 
and ACETOSOL® Blue dye (ACETSOL® is a registered trademark of Sand z Col urs and Chemicals). 

There are two ways that the first dye and the second dye can be added to the clear or white pigmented TFCC 

5 1 rmulation. Both dyes can be added, by stirring or mixing, to one or more of the liquid TFCC components pri r to 
manufacture of the TFCC. The dyes can also be added as formulating components during the manufacture of the TFCC. 
It Is preferable to add solid or liquid dyes to one of the liquid TFCC components, such as, for example, TEXANOL® 
solvent (TEXANOL® is a registered trademark of Eastman Kodak Co.), at concentrations which allow for accurate 
measuring and addition of relatively small dye weights, such as for example, 0.2% by weight solids. 

10 The latex binder in the coaling compositions of this invention can contain a totally acrylic polymer, acrylic copolymer, 
Isoprene polymer, butadiene polymer, vinyl acetate-ethylene copolymer, vinyl acetate-acrylic copolymer, vinyl ace- 
tate-ethylene/acrylic copolymer or any of the polymers or copolymers typically used in the art for coatings. Common 
monomers in a copolymer of a latex binder for coating compositions include ethyl aery! ate, butyl acrylate, vinyl acetate, 
ethylene, butadiene, ethyl hexyl acrylate, methyl methacrylate, styrene, acrybnltrile, acrylamide, acrylic acid, methacrylic 
is acid, and specialty monomers which can increase adhesion or some other desirable property. 

In a preferred embodiment of the present invention, the coaling composition formulation also contains at least one 
optical brighten er. Compounds which are optical brightens rs are well known to those skilled in the art and include, for 
example dlstyrytblphenyl derlvates ("DSBP") and sti [bene -derivatives, particularly diamlnostllbene derivatives, and 
naphlhotriazoylstllbenes. Suitable DSBP optical brighteners include, for example, distyryfoiphenyhtype whrteners avail- 
so able from Ciba-Geigy sold under the TIN OPAL® trade name. Suitable stilbene-derivatives include, for example, the 
morphdlne derivative, the N-methyiethanolamlne derivate.the diethanolamine derivative and cyanuric chloride deriva- 
tives of diaminostilbene. Stilbene drivatives are available, for example, from Ciba-Geigy sold under the Tl NOPAL® trade 
name, from Mobay Corp. sold under the Blankophor® trade name, from Ciba-Geigy sold under the TINOPAL® trade 
name, and from American Cyanamid Co. sold under the Calcofluor ® trade name. Other optical brighteners, such as 

6 2,2 > -(2,5-miophened'ryl)bis[5-tert-butylbenzoxazole] available from Ciba-Geigy as Uvftex® OB can also be used. 

When used, the optical bri ghtener is added to a level of from 5 to 1 500 ppm, preferably from about 1 0 to about 1 300 
ppm, most preferably from about 1 5 to about 1 000 ppm based on the total TFCC non-volatile content. At optical brightener 
levels below about 5 ppm based on the total TFCC nonvolatile content the beneficial effects of the optical brightener 
may not be observed. At optical brightener levels above about 1500 ppm based on the total TFCC non-volatile content 

30 the presence of the optical brightener detracts from the aesthetic appearance of the TFCC. When used, the at least one 
optical brightener may be added directly or in a suitable solvent to any of the components of the sealer, or added to any 
combination of the components of the sealer. Preferably, the optical brightener is added as a solution, in a suitable 
solvent to the binder or to the formulated TFCC. The effects realized by the use of optical brighteners may change 
dependng upon the lighting conditions, for example, the same pigmented TFCC containing optical brightener may ap- 

35 pear less white under incandescent lighting, whereas It may appear bright white under sunlight. 

In addition to the binder, the TFCC formulation may also contain water, neutralizing agents, surfactants, defoamers, 
freezeAhaw stabilizers, dispersants, light stabilizers, thickeners, btocides, wetting agents, plasticizers, cosolvents, pig- 
ments, extenders, fillers and optical brighteners. The cosolvents can be used to dissolve the dyes in this invention. 
This invention is useful for reducing the yellow colour in a variety of coating compositions, such as, for example, 

40 TFCCs, floor polishes, clear and white wall and roof coatings, architectural paints, varnishes, adhesives , elastomeric 
wall coatings and sealers, which might otherwise be yellow when dried. The coating compositions of this invention can 
be aqueous or solvent-based. In a preferred embodiment, the coating composition is an aqueous-based TFCC. This 
invention is also useful for reducing yellow In non-latex sealants, such as, for example, urethane sealants, polysulfide 
sealants and solvent-based acrylic sealants. 

4$ The coating compositions of this invention may be prepared by mixing the formulation components in a Sigma mill 
or high speed dispersion equipment such as a Cowles disperser. 

The coaling compositions of this invention may be applied to a wide variety of architectural substrates, such as, for 
example, wood, metal, gbss, ceramics, plaster, plastics, concrete, stucco, and roofing substrates, such as synthetic 
polymer membranes and foamed insulation; or to previously painted, primed, undercoated, worn, or weathered sub- 

50 st rates. 

The coating compositions of this invention may be applied by a variety of techniques well known in the art, such as, 
for example, air-assisted or airless spray, electrostatic spray, brush, rollers, caulking guns and trowels. 

The method for reducing yellow can be used in liquid compositions. At least two dyes are added to a liquid compo- 
sition which, without the dyes, has an undesirable yellow colour. The addition of at least two dyes tothe liquid composition, 
55 such as, for example, a coating, a cleaner and a personal care product, reduces the yellow colour of the composition. 
It is preferable that the liquid composition is a coating. The method can be used to reduce yellow colour in a liquid 
composition which Is supposed to be clear but has a yellow colour. After addition of the dyes, the yellow hue Is reduced 
or eliminated. These dyes can be added as formulating components during the manufacture of the liquid composition, 
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is 



so 



r can be added, by stirring r mixing, to ne or more of the liquid composition components prior to manufacture. 
The following examples are presented to illustrate the invention. 

EXAMPLE 1 - Preparation of a transparent acrylic TFCC 

A transparent acrylic TFCC was prepared from the following Ingredients using the procedure described below. 

MATERIAL PARTS BY WRTKHT 

Acrylic Latex 1 844.2 

Water | Premix 11.2 

Ammonium Hydroxide } 6.0 

Sodium Laury] Sulfate 2 } 1 2 

TEXANOL® Solvent } 12I9 

Ethylene Glycol } 25 

Blue Dye Solution^ \ Premix 0.6 

Red Dye Solution* } 03 

Defoamer } 32 



25 ThickenerS 



11.0 



TOTAL 89 3>1 
1. Acrylic latex copolymer (625% solids). 
30 2. 100% solids grade. 

3. 0.2% by weight solids solution of ACETOSOL® Blue Dye in TEXANOL® solvent ACETOSOL® is 
a registered trademark of Colour-Chem. International Corp. TEXANOL® is a registered trademark of 
Eastman Kodak Company. 

4. 0.2% solution of AMAPLAST® Red Dye in TEXANOL® solvent. AMAPLAST® is a registered 
35 trademark of Sandoz Colours and Chemicals. 

5. ACRYSOL® TT-615. ACRYSOL is a registered trademark of the Rohm and Haas Co. 

The TFCC was prepared in a Sigma mixer. The acrylic emulsion was charged to the mixer and the mixer was started. 
The water/ammonium hydroxide pre-mix was slowly added to the emulsion in the mixer. The materials were mixed for 
40 about ten minutes. The sodium lauryl sulfate, Texanoi® solvent, ethylene glycol, dye solutions, and defoamer pre-mix 
was then added to the mixer. After about five minutes, the thickener was slowly added. These materials were mixed for 
30 minutes and then the TFCC was vacuum de-aired tor five minutes at -25 PSI (gauge). 

A transparent acrylic TFCC was prepared without the dyes using the same formulation as above, with the exception 
of the substitution of TEXANOL® solvent for the dye solutions on an equal weight basis. 

45 

EXAMPLE 2 - Preparation of a translucent acrylic TFCC 

A translucent acrylic TFCC was prepared from the following ingredients using the procedure described below. 

so 



ss 
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MATERIAL 
Acylic Latex 1 

Water } 

Sodium Lauryl Sulfate 2 } Premix 

Preservative } 

Propylene Glycol 
Ethylene Glycol 

Mineral Oil USP Grade } Premix 
Silane } 



PARTS BY WFTOHT 
726.0 

8.0 
4.0 
0.6 

75 
7J5 

50.0 . 
4.1 



Water } Premix 40.0 

Ammonium Hydroxide } 75 

Mildewcide q.5 

Fumed Silica 25.0 

Ultraviolet Light Absorber 0,4 

Blue Dye Solution3 0.6 

Red Dye Solution 4 0-3 



TOTAL 8820 



1. Acrylic latex copolymer (62% solids). 
1 28% solids by weight 

3. 0.2% solution of ACETQSOL® Blue Toner in TEXANOL® solvent. 
4 0.2% solution of AMAPLAST® Red Dye in TEXANOL® solvent 

The TFCC was prepared in a Sigma mixer. The acrylic emulsion was charged to the mixer and the mixer was started. 
The order of addition along with the mixing times between the additions was as follows: water/sodium lauryl sulfate/pre- 
servative premix (mixed for five minutes); propylene glycol, ethylene glycol, mineral oil/Silane premix (mixed for five 
minutes); water/ammonium hydroxide premix (mixed for ten minutes); mildewcide and fumed silica (mixed lor ten min- 
utes); the ultraviolet light absorber was added followed by the addition of the dyes. These materials were mixed for forty 
five minutes and then the TFCC was vacuum de-aired for five minutes at -25 PSI (gauge). A translucent acrylic TFCC 
was prepared without the dyes using the same f ormu lation as above, with the exception of the substitution of TEXAN OL® 
solvent for the dye solutions on an equal weight basis. 

EXAMPLE 3 - Preparation of a translucent TFCC made with a latex binder containing a copolymer of acrvlonitrile. 



A translucent TFCC made with a latex binder containing a copolymer ol acryionitrile was prepared from the following 
Ingredients using the procedure described below. 
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MATERIAL 

Latex containing a copolymer of acrylonitrile 1 



PARTS PY WEIGHT 



718.1 



Sodium Lauryl Sulfate 2 } 

TEX ANOL® Solvent ) 

Blue Dye Solution 3 } Premix 

Red Dye Solution 4 } 

Defoamer } 



1.0 
10.2 
1.5 
0.7 
2-5 



Thickener^ 



15.8 



Ammonium Hydroxide 



6.0 



TOTAL 



755.8 



L Latex containing a copolymer of acrylonitrile (58% solids) 

2. 100% solids grade. 

3, 0.2% solution of ACETOSOL® Blue Toner in TBXANOL® solvent 
4 0.2% solution of AMAPLASl^ Red Dye in TEXANOI® solvent 

5. ACKY50L®iT^615. ACRYSOL is a registered trademark of the Rohm and Haas Co. 

The TFCC was prepared in a Sigma mixer. The latex was charged to the mixer and the mixer was started The 
sodium lauryl su if ate/TEXANOL® solventmed Dye/Blue Dye/Defoamer premix was slowly added to the emulsion in the 
mixer. The materals were mixed for about ten minutes. The thickener was then slowly added to the mixer. After about 
five minutes, the ammonium hydroxide was slowly added. These materials were mixed for one hour and then the TFCC 
was vacuum de-aired for five minutes at -25 PSl (gauge). 

A translucent acrylic TFCC was prepared with a latex binder containing a copolymer of acrylonitrile without the dyes 
using the same formulation as above, with the exception of the substitution of TEXANOL® solvent for the dye solutions 
on an equal weight basis. 

EXAMPLE 4 - Preparation of a translucent TFCC made with a iatex containing a vinyl acetate/acrylic copolymer. 

A translucent TFCC was prepared with a latex binder containing a vinyl acetate/acrylic copolymer from the following 
ingredients using the procedure described below: 



MATERIAL 



PARTS BY WFTHHT 
8617 



Latex containing a vinyl acetate/acrylic 
copolymer* 



Sodium Lauryl Sulfate^ 
TEX ANOL® Solvent 



1.1 
11.6 
1.6 
0.8 
2.7 
13.5 
5.0 



Blue Dye Solution* j Premix 

Red Dye Solution 4 ) 
Defoamer } 
Thickener^ 

Sodium Hydroxide (50% grade) 
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TOTAL g990 

1. Latex containing a vinyl acetate/ acrylic copolymer {56% solids). 
1 100% solids grade 

3. 0.2% solution of ACETOSOL® Blue Toner in TEXANOL® solvent 

4. 0.2% solution of AMAPLAST® Red Dye in TEXANOL® solvent. 

5. ACRYSOL®TT-615. ACRYSOL is a registered trademark of the Rohm and Haas Co. 

The TFCC was prepared in a Sigma mixer. The emulsion was charged to the mixer and the mixer was started. The 
sodium lauryl sulteta/TEXANOL® solventfolue 6ye/re6 dye/defoamer prernbc was slowly added to the emulsion In the 
mixer. The materials were mixed for about 10 min. After about five minutes, the sodium hydroxide was slowiy added. 
These materials were mixed for one hour and then the TFCC was vacuum de-aired for five minutes at -25 PSl (gauge). 

A translucent acrylic TFCC was prepared with a latex binder containing a vinyl acetate/acrylic copolymer without 
the dyes using the same lormulation as above, with the exception o1 the substitution ol TEXANOL® solvent for the dye 
solutions on an equal weight basis. 

EXAMPLE 5 - Preparation of a white pigmented TFCC made wltha latex blndercontalnlno an ethvlene/vlnvl acetate 
copolymer. 

A white pigmented TFCC was made with a latex binder containing an ethylene/vinyl acetate copolymer 1rom the 
following materials using the procedure described below. 

MATERIAL PARTS BY WRTOHT 
Latex containing an ethylene/vinyl acetate 5037 
copolymer 1 

Non-ionic Surfactant } 10.2 
Preservative (15% solids) } Premix U 
Dispersant } 13 

Ethylene Glycol 13 9 

Plasticizer H0.7 

Mineral Thinner 22.4 

Hydroxy ethyl cellulose (100% solids) 3,4 

Dispersant (100% solids) \ m \ 

Calcium Carbonate Extender 4 416.2 

Calcium Carbonate Extender^ 416 2 

Blue Dye Solution 2 } Premix 2.8 

Red Dye Solution* } ^4 



TOTAL 1504.3 

1. Latex containing an ethylene/vinyl acetate copolymer (55% solids). 

2. 0.2% solution of ACETOSOL® Blue Dye in TEXANOL® solvent. 

3 0.2% solution of AMAPLAST® Red Dye in TEXANOL® solvent. 

4 Approximate mean particle size = 3.0 microns. 
5. Approximate mean particle size = 5.0 microns. 



The TFCC was prepared In a Sigma mixer. The emulsion was charged to the mixer and the mbcer was started. The 
surfactant/preservativa/dispsrsant premix was slowly added to the emulsion in the mixer. The materials were mixed for 
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25 



50 



about five minutes. The remaining materials were then added in the order in which they are listed above, and mixed lor 
1 to 2 minutes between additions. These materials were mixed tor 1 1/2 hours and then the TFCC was vacuum de-aired 
1 r five minutes at -25 PSI (gauge). 

A pigmented TFCC was made with a latex binder containing an ethyleneArinyl acetate copolymer without the dyes 
using the same formulation as above, with the exception of the substitution of TEXANOL® solvent for the oye solutions 
on an equal weight basis. 

EXAMPLE 6 - Measurement of the yellow colour in dried TFCCs. 

The samples were prepared by depositing TFCC beads approximately 1/4" in diameter on a white sealed paper 
chart. These beads were dried at 77 B F/50% R.H. for one month and were then visually rated for yellow colour from a 
scale of none indicating no yellow to light indicating a distinctive yellow hue. 



EXAMPLE TFC CTY T fi 

1 Transparent 

1 Transparent 

2 Translucent 

2 Translucent 

3 Translucent 

3 Translucent 

4 Translucent 

4 Translucent 

5 White Pigmented 



LATEX 



DYES YELLOW COLOUE 



Acrylic Copolymer Yes 
Acrylic Copolymer No 
Acrylic Copolymer Yes 
Acrylic Copolymer No 
Copolymer of Yes 
Acrylontrile 

Copolymer of No 
Acrylontrile 

Vinyl acetate/ Yes 
acrylic copolymer 
Vinyl acetate/ No 
acrylic copolymer 
Ethylene/vinyl Yes 
acetate copolymer 



None 
Trace 
None 
Trace 
None 

Light 

None 

Very Light 

None 



50 



55 



White Pigmented Ethylene/vinyl 

acetate copolymer 



No 



Very Light 



This example shows that the addition of red and blue dyes to transparent, translucent, and pigmented TFCCs 
resulted in dried TFCCs with no yellow colour. This example also showed that the red and blue dyes are useful for 
40 eliminating yellow colour in dried TFCCs made with a latex containing acopolymer of acrytonitrile and a latex containing 
a copolymer o1 vinyl acetate. 

EXAMPLE 7 - Dves in conjunction with Optical Brichteners 

4s The effects of adding optical brighteners to a clear caulk were evaluated as follows: 

A sample ol commercial aqueous acrylic clear caulk, 55-60 percent by weight total non-volatile content, was added 
to a tared plastic cup and the weight of caulk was recorded. 

As appears in the table below the blue dye was 0.1 percent by weight solution ol Savinyl® Blue RLS in propylene 
glycol (Savinyl® is a trademark of Sandoz Colours and Chemicals).; the red dye was 0. 1 percent by wei^it solution of 
Keyptast® Red AA In propylene glycol (Keyplast® Is a trademark of Colour-Chem International Corp.); the optical bright- 
ener wasa 1 .0 percent by weight solution in propylene glycol of Tinopal® CBS-X (Tinopal® is atrademarkof Ciba-Geigy). 

The dyes and optical brightener were added to the caulk to the levels shown in the table below, reported as the total 
weight, in ppm, ol dyes or optical brightener based on the total weight of caulk 'Level" and stirred with a spatula for 3-4 
minutes. 

A one-eighth inch thick film of the caulk was prepared and allowed to dry lor 1 -2 weeks under ambient conditions. 
The caulk films were visually rated under outdoor lighting conditions for yellow colour and grey colour from a scale of 
none Indicating no colour to heavy Indicating a distinctive coloured hue. "me data reported in the table below are the 
average of four observations. 
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Example 


Blue Dye Level 


Red Dye Level 


Optical Brightener Level 


Grey Colour 


Yellow Co! ur 


7A 


0 


0 


0 


none 


heavy I 


7B 


1.6 


0.8 


0 


slight 


none 


7C 


none 


none 


120 


none 


slight 


7D 


1.6 


0.8 


120 


none 


none 



This example shows that the addition of optical brightener in conjunction with red and blue dyes to transparent or 
10 translucent caulks resulted In dried caulks with no yellow colour and no grey colour. 

EXAMPLE 8 - Dyes in conjunction with Optical Brighteners 

The effects of adding optical brighteners to a clear TFCC were evaluated in the same manner as in Example 7 
15 except that the dyes were 0. 1 percent by weight solutions in Benzoflex® 1 31 plasticizer (Banzoflex® is a trademark of 
Velsicol Chemical Corp.) and the optical brightener was a 1 .0 percent by weight solution in Benzoflex® 131 plasticizer 
of Uvrtex® OB (Uvttex® is a trademark of Ciba-Geigy). 

A one-eighth inch thick film of the TFCC was prepared and allowed to dry for 1-2 weeks under ambient conditions. 
The TFCC films were visually rated under outdoor lighting conditions 1or yellow colour and grey colour from a scale of 
20 none indicating no colour to heavy indicating a distinctive coloured hue. The data reported in the table below are the 
average of four observations. 



Example 


Blue Dye Level 


Red Dye Level 


Optical Brightener Level 


Grey Co tour 


Yellow Colour 


8A 


0 


0 


0 


none 


heavy 


8B 


1.6 


0.8 


0 


slight 


trace 


8C 


none 


none 


250 


none 


slight 


8D 


1.6 


0.6 


250 


very slight 


none 


BE 


0.8 


0.4 


250 


trace 


none 


8F 


0.8 


0.4 


125 


none 


none 



This example shows that the addition of optical brightener In conjunction with red and blue dyes to transparent or 
translucent TFCCs resulted in dried TFCCs with no yellow colour and no grey colour. 

EXAMPLE 9 - Preparation of a translucent acrylic TFCC 

A translucent acrylic TFCC was prepared from the following ingredients using the procedure described below. 



40 MATERIAL PARTS BY WETCHT 

Acylic Latex* 668*8 

Water } 97 

Sodium Lauryl Sulfate 2 } 1.1 

Preservative j Preinix 0.8 

Defoamer } 0.5 

Mildewcide } 0.7 



50 



55 
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Propylene Glycol 
Ethylene Glycol 



73 
7.3 



Mineral Oil USP Grade ) Premix 
Silane } 



6.3 
3.7 



Water } Premix 

Ammonium Hydroxide } 



60.5 
3.7 



Fumed Silica 

Ti02 

Zn02 

Ammonium Benzoate 



25.0 
9.5 
2.4 
6.0 



Blue Dye Solution^ 
Red Dye Solution 4 
Optical BrightenerS 



0.8 

0.4 

881.2 



TOTAL 



1. Acrylic latex copolymer (62% solids). 

2. 28% solids by weight 

3. 0.2% solution of ACETOSOL® Blue Toner in TEXANOL® solvent 

4. 0.2% solution of AMAPLAST® Red Dye in TEXANOL® solvent. 

5. 0.03% solution of Uvitex-OB® optical brightener in mineral oil as solvent 

The TFCC was prepared in a Sigma mixer. The acrylic emulsion was charged toihe mixer and the mixer was started. 
The order of addition along with the mixing times between the additions was as follows: water/sodium lauryl sultate/pre- 
servalive/defoamer/mildewcide premix (mixed for five minutes); propylene glycol, ethylene glycol, mineral oil/Silane 
premix (mixed for five minutes); water/ammonium hydroxide premix (mixed lor Ave minutes); fumed silica (mixed for ten 
minutes); the Ti0 2 , ZnOj, ammonium benzoate, and optical brightener was added followed by the addition of the dyes. 
These materials were mixed for one hour and then the TFCC was vacuum de-aired for five minutes at -25 PSI (gauge). 

A translucent acrylic TFCC was prepared without the dyes, and another without the optical brightener, using the 
same formubtion as above. A one-eighth inch thick film of the TFCC was prepared and allowed to dry for 1-2 weeks 
under ambient conditions. The TFCC films were then rated according to the following test procedures: the whiteness of 
the TFCCs were evaluated by ASTM E-313; the yellowness of the TFCCs was evaluated by ASTM D-1 925. The data 
reported in the table below are the average of three observations. Higher whiteness numbers Indicate improved white- 
ness. Lower yellowness numbers indicate an improvement in the yellowness of the TFCC (less yellow). The negative 
numbers indicate a slight bluing of the TFCC. 



Example 


Blue Dye Level 


Red Dye Level 


Optical Brightener Level 


Whiteness 


Yellowness 


9A 


0 


0 


0 


66.6 


4.4 


9B 


1.8 


0.9 


0 


73.5 


2.5 


9C 


none 


none 


20.4 


88.3 


-1 .4 


9D 


1.8 


0.9 


20.4 


91.0 


-3.6 



This example shows that the addition of optical brightener in conjunction with red and blue dyes to pigmented TFCCs 
resulted in dried TFCCs with no yelbw colour and no grey colour. 



1 . A method tor reducing yellow colour in a composition, comprising adding at least two dye to the composition. 



Claims 
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2. The method of claim 1 , wherein the composition is a coating composition, preferably a caulk, sealant, a paint, a roof 
coaling, a varnish, an adhesive, a floor polish or an elastomeric wall coating; and wherein preferably the composition 
is white pigmented or clear. 

3. The method ol any one of the preceding claims, wher in the at least two dyes comprise a blue dye and a red dye. 

4. The method of any one of the preceding claims, further comprising adding at least one optical brighlener to the 
composition. 

5. The method of any one of the preceding claims, wherein the at least two dyes are added to the coating composition 
to a total dye concentration of from 1 .0 ppm to 15.0 ppm. 

6. The method of any one of the preceding claims, wherein the composition is in liquid form. 

7. A composition having reduced yellowness, the composition being prepared by the method claimed in any one of 
the preceding claims. 

8. The composition of claim 7, the composition comprising at least one binder selected from the group consisting of 
acrylonitrile copolymers, vinyl acetate-ethylene copolymers, vinyl acetate^acrylic copolymers and vinyl acetate-eth- 
ylene/acrylic copolymers. 
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